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freshly   vulcanized   rubber   a   good   washing   or,   where
this is not permissible, to  expose  it  to  the  vapours of

ih
it

ammonia.

That the use of this process is objectionable from a
hygienic standpoint is undeniable, the bi-sulphide of carbon
vapour having a very serious effect upon the health of those
subjected to its fumes. Under the clauses of the Factory
Acts passed in 1896, its application is now hedged round
with stringent regulations which cannot be considered at all
superfluous by those who know the havoc wrought in the
past, though they may possibly be described as unneces-
sarily irksome by those responsible for their due observance.
Moreover, now that continental countries have fallen into
line with England in this matter, the complaints which
were at first heard as to the serious effect on the particular
trade concerned, have quite lost their significance. At one
time this process was much more largely used, than is at
present the case, for the vulcanization of waterproof textures;
when, however, the Dry Heat method began to be largely
adopted in 1884, the cold curing with chloride of sulphur
fell largely into desuetude. A name in common use for
this process, it may be mentioned, is "sincaloring," derived
from sine colore, though its derivation is not always
respected by those who employ it. It is sometimes
written "sincolor," and the form "sinklor" also is to be
met with.
Another method of vulcanizing with chloride of sulphur
sho.uld be mentioned, though it is not of wide application.
The goods, nearly always articles made from pure sheet
rubber, are hung up in wooden zinc-lined chambers with
tightly fitting doors, A small amount of chloride of sulphur